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crepe, i. e. rubber containing a higher proportion of serum solids
than ordinary plantation cre"pe or sheet. These samples showed
a considerably greater amount of set than their low slope would
have indicated.
De Vries and Hellendoorn. concluded that, as slope can be
ascertained directly from the stress-strain curve, it is superfluous,
in the cases of ordinary samples of plantation rubber, to make a
separate test for set.